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This listing of claims will replace all prior versions and listings of claims in the 

application: 

Listing of Claims; 

1 . (Currently Amended) An unshielded sleeve bearing for use in water comprising: 
a shaft; and 
a sleeve, 

wherein at least a portion of the sleeve or the shaft is made of a corrosion-resistant andW 
fi=i*ien synthetic resin composition with a friction c oefficient between 0.050 and 0 194 ; 
water obtained by uniformly blending a powder of one of RBC or CRBC with fibers and a resin; 

HJ1W 

wh e rein the shaft and tho sleeve ore submerged in water . 

2. (Original) The sleeve bearing of Claim 1 further comprising: 
grooves of a spiral form made on the inner face of the sleeve. 

3. (Original) The sleeve bearing of Claim 1 further comprising: 
grooves of a spiral form made on the external surface of the shaft. 

4. (Original) The sleeve bearing of Claim 1, wherein the weight ratio of the fine powder 
of RBC or CRBC to the synthetic resin in the synthetic resin composition is 10-70 : 90-30. 

5. (Original) The sleeve bearing of Claim 4, wherein the resin is made of one or more 
members of a group consisting of Nylon 66, Nylon 6, Nylon 1 1 , Nylon 1 2, polyphthalamide, 
polyacetal, polybutylene terephthalate, polyethylene terephthalate, polypropylene, polyethylene, 
and polyphenylene sulfide. 

6. (Original) The sleeve bearing of Claim 5, wherein the average particle diameter of 
the powder of RBC or CRBC is 300 um or less. 
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7. (Original) The sleeve bearing of Claim 6 5 wherein the average particle diameter of 
the powder of RBC or CRBC is 10 to 50 urn. 

8. (Original) The sleeve bearing of claim 1 5 wherein the fibers are organic or inorganic. 

9. (Original) The sleeve bearing of claim 1 , wherein the fibers are selected from a group 
consisting of glass fibers, rock wool, carbon fibers, polyester, rayon, polyvinyl alcohol, 
polyamide, polyolefin, acryl, aramide fibers, wood pulp and manila hemp. 

1 0. (Original) The sleeve bearing of claim 1 , wherein the fibers are glass fibers. 

1 1 . (Original) The sleeve bearing of claim 1 , wherein the fiber content by weight is 1 -30 
% of the entire synthetic resin composition. 

12. (Original) The sleeve bearing of Claim 1 wherein the shaft is made of rust - resistant 

steel. 

13. (Original) The sleeve bearing of Claim 1, wherein the shaft is made of the synthetic 
resin composition having a ratio by mass of the powder of one of RBC or CRBC to the resin of 
30to90:70tol0. 

14. (Cancelled) 
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